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tion of ferro-silicon and similar products. For making calcium carbide, alundum, or silicon, a simple pit furnace can be used, with two or more vertical electrodes as shown in Fig. 75. The furnace
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FIG. 75.—Adjustable electrode-holder and furnace.
is built of fire-brick and needs no rammed lining, though one is shown in the figure, as the materials of the charge form the working lining.d a lining of coke and tar is rammed around this and continued upward to form a working lining for the lower part of the furnace. The upper conductor consists of a graphite electrode, B> supported by the holder shown in Fig. 75. The
